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(54) Insulator composition, green tape, and 
barrier-rib 

(57) A coatable insulator composition for use in the 
formation of a green tape comprising fine inorganic mi- 
cropowders composed of amorphous glass and a re- 
fractory oxide in a volatile organic solvent solution of a 
binder composed of a polymer substance and a plasti- 
cizer(s). A green tape obtained by coating said compo- 
sition over a flexible substrate, and heating and drying 
this product to remove the organic solvent; and a nrteth- 



method for forming plasma display apparatus 



od for forming a barrier-rib for a plasma display appara- 
tus by sandblast etching using said green tape as an 
insulator layer for the barrier-rib formation. A use of a 
pre-formed green tape of uniform thickness in the for- 
matbn of the barrier-rib of a plasma display apparatus 
allows the thickness uniformity of the barrier-rib to be 
improved and the work rationalized, which means that 
the plasma display apparatus can be made larger and 
finer, and mass production throughput will be enhanced. 
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Description 

FIELD OF THE INVENTION 

s The present invention relates to a method for forming a plasma display apparatus (hereinafter referred to as "PDF 

apparatus', and a coatable insulator composition for use In the fomiation of a green tape for barrier rib formation of 
the PDF apparatus. 

BACKGIRQUND OF THE INVENTION 

10 

Much progress has been made In the development of PDF apparatus that serve as flat panel displays in large, 
wall-mount television and high -definition television displays which are used in place of conventional CRTs. In the direct 
current (DC) PDF apparatus of Figure 5, a pair of glass substrates (501 and 502) having a plurality of anodes (503) 
and cathodes (504) positioned perpendicular, the anodes are covered with an insulator layer (505) as needed on the 

IS inner surface of the substrate (502) and the anodes (503) and cathodes (504) are positioned facing each other to 
maintain a specific gas discharge distance, the cell (508) is then coated with a phosphor material (506) chosen from 
blue, green and red and the edges thereof are sealed airtight with a sealing material, after which the above-mentioned 
gas discharge area is filled with a specific discharge gas (509) to create a gas discharge section. A structure is employed 
whereby the above-mentioned gas discharge distance is kept identical and discliarge occurs in a specific cell partitioned 

20 by an insulator barrier-rib (507). 

PDF apparatus are being made larger and more precise and converted to colon Therefore, a need for a more 
uniform barrier-rib height, i.e., electrode spacing is required. At the same time, there is a need for cost effective man- 
ufacturing of the apparatus. 

Screen printing is the most commonly used method for forming the barrier-ribs used in a PDF apparatus. As 
25 discussed in published Japanese Patent Application 58-150248, screen printing involves a step in which an insulator 
powder such as glass is made into a printable paste, after which lines or dots and spaces are paired and printed in 
layers to a specific thickness at a resolution of about 3 pairs per millimeter, for example, using a screen printing mesh 
mask (in the case of a small display). At least three or four layers, and at most about fifteen layers, are built up through 
repeated printing to a specific thickness (height) while the above-mentioned resolution is maintained. This multiple 
30 printing step therefore requires an accuracy check of position at each stage of the printing, care must be taken to avoid 
oozing of the paste at each stage. Furthermore, the film thickness must be precisely controlled so that the final height 
of the layers is uniform, all of which makes this an extremely complicated step with a low yield. An experienced printing 
technician has to spend a great deal of time and effort to get around the drawbacks to this step, which incurs tremendous 
costs. 

3S In light of this situation, a sandblasting barrier-rib formation method has been developed and put into practical use 

in recent years. The method will be described while referring to Figure 4. The first step is to form an anode (402) on a 
glass substrate (401 ). The insulator layer (406) that serves as the barrier-rib is then screen-printed to the desired 
thickness. A photoresist (403) that is resistant to sandblasting is bonded over the dried insulator layer and patterned, 
an abrasive material (404) is sprayed by a sandblasting machine (405). To renruDve the insulator material from the 

40 region in which the resist has not been pattemed (407) and the resist is then stripped away and the remaining product 
fired, which forms a fine barrier-rib of a uniform height 

The above-mentioned screen printing method, in whk;h an insulator layer in the desired pattern is printed to the 
desired height using a paste whose principal component is an insulator powder such as glass. 

Although positioning Is easy with a sandblasting method because it involves solid unpattemed printing, the printing 

45 still has to be repeated a number of times, and achieving a uniform film thickness is still difficult. Furthermore, because 
of the need tor the barrier-rib of a PDP apparatus to be reliable, this method requires careful paste preparation and 
printing work so as to avoid any defects in the process, and the woric environment and atnrKtsphere also must be 
carefully managed and improvement in work or production efficiency remains a problem in the industry. 

The inventors perfected the present invention upon discovering that a reliable barrier-rib with an uniform height or 

so thickness can be formed easily and the barrier-rib formation step can be greatly improved upon by using a preformed 
green tape of an uniform thickness for the insulator layer 

SUtS/IMARY OF THE INVENTION 

ss The present invention relates to a coatable insulator composition for use In the formation of a green tape used in 

the formation of a barrier-rib for a plasma display apparatus comprising 

a) an inorganic fine powder composed of 30 to 60 vol % non-crystallizable glass whose softening point is at least 
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50'C lower than the firing temperature. 20 to 70 vol % refractory oxide, and 0-50 vol % refractory pignrient 

b) a binder composed of 40 to 60 vol % polymer and 40 to 60 vol % plasticizer. and 

c) a volatile organic solvent, whereby the inorganic fine powder is dispersed In a solution obtained by dissolving 
the binder in the volatile organic solvent. 

* The above glass may be comprised of a first and second glass wherein the inorganic fine powder is composed of 

1 to 30 vol % of a first glass. 30 to 60 vol % o1 a second glass. 20 to 70 vol % refractory oxide, and 0 to 50 vol % 
refractory pigment; wherein the first glass has a softening point at least 50°C lower than that of the second glass 
wherein the softening point of the second glass is at least SO'C lower than the firing temperature. 

10 The present invention also relates to a green tape used in the formation of a barrier-rib for a plasma display ap- 

paratus, comprising the above-mentioned coatable insulator composition coated over a flexible substrate, wheren the 
volatile organic solvent is removed by heating. 

The present invention further relates to a method for forming a plasma display apparatus whose edges are sealed 
with a sealing material and is equipped wHh (i) apairof substrates a distance equally apart and positioned facing each 

IS other wherein a plurality of electrodes that make up a discharge light emitting display are provided to the surface of at 
least one of the substrates, and (ii) a barrier-rib that divides said discharge light emitting display, wherein the plasma 
display barrier-rib is formed by the steps comprising 

a) at least one layer of the above-mentioned flexible green tape devoid the flexible substrate Is laminated over the 
20 surface of an assembly on which an electrode pattern layer of a conductor composition has been formed on a 

glass substrate, and is heated within the range of 300»C to 400*0 to form an insulator layer in which the organic 
matter in the layer has been partially removed. 

b) a non-ceramic photoresist layer for use in sandblasting is fomned on the insulator layer obtained in step a), and 
a resist pattem corresponding to the barrier-rib is fonned in the region that will not be etched by sandblasting. 

2S c) a barrier-rib structure component is formed by sandblasting away the insulator layer in the region with no resist 

pattem formed in step b), and 

d) the formed ban^ier-rib structure patterned in step c) is fired after stripping the resist layer 

In a glass system wherein a first glass and a second glass is used, the green tape is heated within the range of 
30 350»C to 450°C which causes complete organic removal 

The present invention still further relates to a method for forming a plasma display barrier-rib comprising 

a) the above mentioned flexible green tape devoid the flexible substrate laminated over the surface of an assembly 
on which an electrode pattern layer of a conductor composition has been formed on a glass substrate, and is 

3S heated within the range of 300'C to 4000C to form an insulator layer in which some of the organic matter in the 

layer has been removed, ^ ^ 

b) a ceramic containing resist paste or green tape layer is formed on the insulator layer obtained in step a), and a 
mask pattern for use in sandblasting and corresponding to the barrier-rib is fonned in the region that will not be 

etched by sandblasting, - . „ , ^ 

40 c) a barrier-rib structure formed by sandblasting away the Insulator layer in the region with no resist pattem formed 

in step b), and 

d) the barrier-rib formed by the insulator layer patterned in step c) is fired. 
BRIEF DESCRIPTION OF THE DRAWINGS 

Fig. 1 is a schematic representing a barrier-rib fonnation utilizing a sandblasting resist that is photolmageable 

wherein the resist is stripped. . ^ . ■ ^.l 

Fig. 2 is a schematic representing a barrier-rib formation utilizing a sandblasting resist that is photoimageable 

wherein the resist must not be stripped. 
so Fig. 3 is a schematic representing the assembly of a PDP apparatus. 

Fig. 4 is a schematic representing a sandblasting barrier-rib formation method. 
Fig. 5 is a schematic of the internal structures of a DC PDP apparatus. 

DETAILED DESCRIPTION OF THE INVENTION 

The insulator composition (green tape) of the present invention is a coatable composition obtained by dispersing 
an inorganic powder composed of a non-crystalline glass and a refractoiy oxide in a solution obtained by dissolving a 
binder composed of polymer(8) and plastici2er(s) in a volatile organic solvent. Coatable herein means a composition 
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which possesses a rheology of a reasonable viscosity of about 1 to 25 pascal seconds wherein the composition is 
applied to a substrate. For the purpose of prcxJucing an extrennely clean and defect free green tape, it is preferable to 
laminate a flexible substrate as a cover sheet to the dried green tape before it is wound. Depending on the adhesion 
differential between the green tape to base film and the green tape to cover sheet, it Is possible to peel off the base 

s film first and laminate the base film side of the green tape to a substrate of choice. Alternatively, it Is equally possible 
to peel off the cover sheet and laminate the cover sheet side of the green tape to a substrate of choice. N^rious chemical 
or physical treatments of flexible substrate such as silicon coating or electrical discharge or plasma discharge have 
been applied to generate the adhesion differential. 

Many green tapes utilize ceramb dielectric filler The advantages Include lower defect counts than in screen printed 

10 thick film dielectrics, thicker coatings than can be screen printed, and the ability to inspect films before they are lami- 
nated. 

A typical green tape must be stripped from its backing during processing, which subjects the tape to forces that 
can distort the tape. The fragile tape must be accurately registered before lamination. Also, current uniaxial press 
laminators tend to be expensive and time consuming, when it Is compared to heated roll laminator. 
IS Several findings about composition and lamination of sand blastable tapes have been made: 

i) The composition can be quite different from standard green tape, because the sand blastable tape-on-substrate 
(S/6 TOS) never needs to support itself. It is always either supported on Mylar backing, Mylar cover sheet, or on 
a glass substrate. 

20 li) Lesser strength is needed, a softer, more pliable tape is preferred. One that can yield and flow under pressure. 

This provides tape conformation to the irregular topography of the substrate and reduces the height of bumps 
produced by buried lines and other raised features. This property Is highly desirable In fabricating a barrier-rib 
structure for plasma display panels. 

Hi) The compositions have a yield point because of the high solkis level. This means that they will not flow until 
2S they are subjected to pressure and heat in excess of their yield point, so that they are less prone to creep when 

kept in a roll. Standard tapes such as commonly used photoresists are not highly filled and are more subjected to 
creep. 

In the tape composition of the present Invention, the tapes are formulated so that they can be laminated to the 
30 substrate by using a heated and pressurized roll. These compositions require a higher level of organic content than 
compositions that are uniaxial press laminated as known in the art. The usual approach to formulation of tapes is to 
use the maximum practical amount of plastlcizer to minimize the amount of matter that must be burned out in the 
furnace. Plastlcizers can generally be volatilized before burnout, without pyrolysis of the plastlcizer. In the present 
invention, tapes without ceramic filler need to be stripped before final firing. The usual tape composition Is 30-70 vol% 
3S binder and 35-65 vol% Inorganic. 

The components of this composition will be described in detail hereinbelow. 

AMORPHOUS AND NON-CRYSTALLINE GLASS 

40 One important criteria of the glass of the Insulator composition Is that it is amorphous and non -crystal line under 

the usage conditions of (1) a softening point of at least 60*C below the firing temperature, and (2) a viscosity of 1 X 
10^ poise or less at the sintering temperature. When the glass that combines the above physical properties Is fired at 
450^*0 to 600**C, extremely good and complete combustion of the organic matter is possible, and the proper amount 
of fluidity at the peak firing temperature also allows both the compactness required of a discharge barrier-rib and the 

45 strength required of a structural material to be achieved. The correlation between these two variables is required for 
the definition of the viscosity-temperature characterlstk:s of the glass that can be used in the present invention. The 
term "softening point" used herein refers to the softening point measured by dllatometer. 

It was found that the glass should have no serious effect on the dissolution of the refractory oxide of the composition, 
or, if it solubilizes the refractory oxide to an extreme degree, the resulting solution must have a suitably high viscosity 

so at the firing temperature, both at the initial firing stage and in the whole course of firing. However, the refractory oxide 
and pigment must not be dissolved in the glass in an amount over 20 wt. %, and preferably not over 10 wt. %. 

Similarly, the amount of glass with respect to the refractory oxide and pigment is extremely Important. If glass 
having a density of 2 to 5 g/cm^ is used, the amount of glass is 30 to 60 vol %, and preferably 40 to 50 vol %, and the 
remainder is refractory oxide and pigment. As to the exact amount of glass, more glass is required when the viscosity 

ss of the glass at the firing temperature is relatively high, and less glass Is needed when the viscosity of the glass Is 
relatively low. If the amount of glass is too small, the desired degree of densification of the layer will not be attained 
during firing, and If It Is too large, the layer will become too soft at the firing temperature, so the shape of the barrier- 
rib will change and the desired electrode spacing and cell shape will not be preserved, and the glass will also ooze out 
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into the conductor layer adjacent to the glass layer, creating problems of potential shorts and opens in the conductive 
cirLSs Moreover, this flow of glass makes junction with the adjacent conductor exceedingly difficult. Too .nuch glass 
teSs to entrapment of organic matter, which can cause blisters in the insulator layer during me subsequent firing^ On 
hfotht hand If the amoSnt of glass IS less than 30vol%,thefiredtape will be too p^^^^^ 
s When these changes are considered, the fired tape should contain amorphous and non<n^stalline glass in an amount 

°' '^An atemltlie glass system with 2 or more frits may be utilized in the invention wherein the first glass (type I) has 
a softerJng point at least 50-C. and preferably 1 00-C lower than that of the second glass (type II) wherein the softening 
po^t o? theTecond glass is at least 50-C, and preferably 100'C lower than that of the faring temperature. Both types 
10 orSass exhiW a viscosity of 1 X IQS poise or less at the firing temperature. The benefit of having type I glass is o 
prcSfdetSrchan^^^^^^^^^ 

?em«ive the organic substance. Detailed processing infomiation is described in a later session about the bamer-nb 
formation method. 

IS REFRACTOPV OXIDE & PIGMENT 

The refractory oxide and pigment used in the present invention, regardless of the type of glass wrth which tt is 
used is one thatTs ^soluble in glass or. if soluble, has as IWIe solubility as possible. When the assembly c«xr,pnses 
multiple layers, It is important in terms of forming this multilayer system that the Insulator layer have expansion char- 
ge acteristicsequivalenttothoseofthesubstratesoastoachievedimensionals^^^^^^^^ 

SSng wX this criterion, the refractory oxide and pigment are selected such that the thermal ooem^-t cje^an- 
(TCE) of the mixture with glass will be close to the TCE of the substrate being used. Specf-cally vvhen the glass 
has a lower TCE than the refractory oxide wrth which it is used, such as AI2O3. a fi»er wrth a high TCE^ ^^^l? ^« «; 
quartz or CaZrOa, is used along with the refractory oxide. Meanwhile, when glass wrth a high TCE js used, a filler wrth 
2S a low TCE such as fused silica, cordierite, or mullite. should be used along with the refractory oxide. 

In order to make the fired insulator layer even more compact, it is important that the mixture of glass and refectory 
oxide have an extremely small particle diameter In particular, independent partk:les should not exceed 15 Mni^with 
• 1 0^m or less being preferable. It is preferable for essentially all of the inorganic solid particles to be between 0.2 and 

30 ^^""oepending on the color requirement of the barrier-rib structure, various refractory pigments may be "sed. For 
example a thin top layer of black cotor has been used to enhance color contrast. For that purpose chromium oxides 
SJi^aLsdlJ^n"^ 

may be used to generate black color that remains after firing. 



35 POLYMER SUBSTANCE 
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The above-mentioned inorganic powder of glass and refractory oxide are dispersed in a medium ob te^d by 
dissolving in a volatile organic solvent a binder composed of polymer(s). plasticizer(s). and an optional dissolution 
substance such as a parting agent, a dispersant, a peeling agent, an antifouling agent a wetting y^^^^- 

A wide range of polymer substances that have been used in conventional methods for manufacturing a green tape 
which involves firing at a temperature high enough that the binder can be easily burned away in the air, can be used 
^Se ^^^Tcc^ponent of thebinder Example 

poly(vinyl alcohol), methyl cellulose, ethyl cellulose, hydroxyethyl cellulose, methyl hydroxys hy oellujose and othe^ 
cellulose-based polymers, atactic polypropylene, polyethylene, poly(methylsiloxane). ^'^^^'''^^''l^'^^^^^ 
(methylphenylsitoxane). and other silicon-based polymers, polystyrene, butadiene/styrene '^^P^'f'^f f^'^^^?^^^^^ 
rolidone), pofyamide, high molecular weight polyether. a copolymer of ethylene oxide and P^°Py'^"« ^''f > P°f,^^X 
lamide,oSiumpolyacrylate,poly(loweralkylacrylate).copolymersandmultipolymersof various ^^^^^^ 

alkyi acrylates and methacrylates, and various other acrylic polymers. Copotymers of ethyl methacrytete and methyl 
aciylate. and terpolymers of ethyl methacrylate. methyl acrylate, and methacrylic acid have been used in the past as 
so binders for slip molding substances. 

It is also possible I use organic binders for use in a green tape composed of a miscble -"""^^P^'V-^f J^'J^^f J> 
of 0 to 100 wt % of a Ci to Cg alkyl methacrylate. 0 to 100 wt % of a Ci to Ob alkyI acrylate. and 0 to 5 wt /o of an 
ethvlene-based unsaturated carboxylic acid or amine. , . ^ * n^^,,io 

It is preferable to use a pdlymer of a monofunctional methacrylate expressed by the following stmctural formula 
ss (Chemical Formula 1) or a poly(«-methytelyrene) that will burnout extremely cleanly and not leave any carbonaceous 
residue in the insulator layer even at a tow firing temperature of 400 to 650»C in an oxidizing atmosphere. 
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{Chemical Formula 1} 



5 



CH3 



10 



CH2 = C — 



C«0 



O 



15 



CH2 



Rl- 



C-R3 



20 



R2 



In the above-mentioned methacrylic monomer, the a-carbon must have two or three hydrogen atom substituents. 
depending on whether a p-carbon is present. If there Is no p-carbon, this is replaced by hydrogen atoms, as in methyl 
25 methacrylate. If there is a p-carbon, , Rg, and R3 should be independently selected from among alkyl, aryl, aralkyi 
groups, or, if one of the three R groups is a hydrogen atom, the other two should be selected from among alkyl, aryl, 
aralkyi groups. 

These two types of polymer should be homopolymers, or, in the case of a methacrylate polymer, should be a 
polymer that has only monomers suitable to the above criteria. 

30 These two types of polymers may contain additional types of comonomer in an amount of less than or equal to 1 5 

wt. %, but preferably 5 wt. % or less. This addition provides improved non-oxidatlve combustion characteristics. Ex- 
amples of the additional monomers include ethylenic unsaturated carboxylic acids and amines, acrylates, styrene, 
acrylonitrile, vinyl acetate, and acrylamide. Similarly, other polymers that do not meet the above criteria, such as 
homopolymers and copolymers of these other monomers, can also be used instead of the comonomers in an amount 

35 less than or equal to 1 5 wt %. Regardless of whether these additions make up a separate polymer or are contained in 
the polymer chain of the principal component, it Is pemriissible for them to be contained in the total polymer substance 
to the extent that they do not exceed approximately 1 5 wt. %, and preferably 5 wt %, of the total weight of the monomers 
present in the system. 



Whbhever polymer substance is used, its intrinsic viscosity measured at 20*'C in methylene chloride at a concen- 



40 tration of 0.25 g polymer in 50 ml of methylene chloride should be at least 0. 1 poise so that it will have adequate bonding 
strength. There are no particular restrictions on the upper limit to the molecular weight, but the use of a polymer that 
has an intrinsic viscosity of 1 .0 poise or less is preferable in terms of avoiding problems with solubility, and the use of 
a polymer that has an intrinsic viscosity of 0.3 to 0.6 poise produces particularly good results in the present invention. 

45 PLASTICIZER 

At least one type of plastlcizer that will contribute to lowering the glass transition point (Tg) of the polymer substance 
is used. The plastlcizer helps to ensure the lamination of the composition to the substrate. It is preferred that the boiling 
points of the plasticizers be close to 300°C in order that they remain in the layer as the volatile solvent is driven off by 

so heating. Nevertheless, it is further preferred that the volatility of the plasticizers be such that they can be removed from 
the system by simple heating if it is desired to reduce the amount of plastlcizer 

With acrylic binder, for example, plasticizers can include dibutyl phthalate and other esters of aromatic acids; esters 
of aliphatic polyacids such as diisooctyl adipate, and nitrate esters; aromatic or aliphatic acid esters of glycol; polyoxy- 
alkylene glycols, aliphatic polyols; alkyl and aryl phosphates; chlorinated paraffins; and sulfonamide types can be used. 

^5 In general, water insoluble plasticizers are advantageous for greater high humidity storage stability and environ- 

mental operating latitude, but not required. Suitable plasticizers include: glycol, triethylene glycol diacetate, triethylene 
glycol diproprionate. triethylene glycol dicaprylate, triethylene glycol dimethyl ether, triethylene glycol bis(2-ethylhex- 
anoate), tetraethylene glycol diheptanoate. poly(ethylBne glycol), poly(ethylene glycol)methyl ether, isopropyl naph- 
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IS the green tape. 

ORGANIC SOLVENT 



20 



25 



30 



35 



40 



An organic solvent is selected that will completely dissolve the polymer(s). plasticizer(s) and any additives ma, 

^* -r^^ Kir^h /-.f o tomnprature is undesirable because it causes blistering. 
""^S^ ofthe presen, ^ven.ion ^ based » »«. Is ch»ac.oKzsd b, « 

referred to as "back panel"). The following refers to Figure 3. 

{301 ) A terminal electrode used for external input is formed on the glass substrate. 

steD is formed on the same substrate (when a substrate with no resistance is used this step 
tS^^ulato^^^^^^ 

rs^rAn anode pad is fomied at the opening in the insulator layer (304); the anode pad remains exposed to fomi 

2?nU to me pinion of the resistor and anode formed up to the previous step. This barner.,b fom^ation step 
comprises the following steps (see Figure 1). 

ir^rrr^cri on thp oiass substrste The structure is then heated within a range of 300 C to 400 c to rernove a con 
ret'eo we Sti) amount of organic material. The green tape layer is referred to as the ,nsu ator 
LvlfDepending upon the specification of resultant barrier-rib structure, the bottom layer{s) n^y have d^erent 
SLor ^moSit^ns from the top layer. For example, the bottom layer may contain alumma as the only ref ractonr 
r^ideSIdThXCer-Tc^^^^^ 



rib. 
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1c - A photolmageable sandblasting resist (104) is applied to \he uppermost portion of the insulator layer. 

Id - A resist pattern (105) is formed corresponding to the region in which the insulator layer is to be left behind by 

sandblast etching. 

1e - An abrasive material and air are sprayed simultaneously from the no2zle(s) of a sandblasting machine from 
s above the sandblasting resist layer, the abrasive material collides with and cuts into the Insulator layer in the region 

where no resist layer has been formed and a barrier-rib is left behind after sandblasting defines the image cell of 
a PDP apparatus. 

If - The sandblasting resist layer is stripped away 

1g - The barrier-rib thus formed is fired (106). While keeping steps la. Ic-lg the same, an alternative step (1h) 
10 may be used to substitute 1 b in the formation of the barrier rib. 

1h - The green tape (103) of the present Invention is laminated (the number of layers is selected from a range of 
one to three wherein the desirable green tape layer(s) is within the range of 1 00 to 300 urn) over the lower structure 
formed on the glass substrate. The structure on which an insulator layer has been formed is heated to between 
350»C to 450'C to remove all of the organic substance and soften or melt glass I and/or part of glass II. The green 
tape layer is referred to as the Insulator layer. Depending upon the specification of resultant barrier-rib structure, 
the bottom layer(s) may have different insulator compositions from the top layer. For example, the bottom layer 
may contain alumina as the only refractory oxide and the top layer may contain alumina and cobalt iron oxide to 
produce a black color at the top of the barrier-rib. 

20 Any common firing furnace used in the field of ordinary thick film hybrid ICs can be used for the firing. Typical firing 

conditions involve keeping the structure at a temperature of about 400 to 650^C for approximately 5 to 20 minutes 
under suitable air flow and exhaust conditions. There Is a close correlation between the firing temperature conditions 
and the thermal characteristics of the amorphous glass and refractory oxide in the insulator composition of the green 
tape, and the firing conditions should be modified according to the material being used In order to obtain good barrier- 
rib perfonmance. Depending on the firing conditions, part of the amorphous glass in the insulator composition may 
crystallize as well. 

The temperature elevation rate until the peak temperature is reached should be about 10 to 50*C per minute, but 
near the pyrolysis temperature of the organic component present in the green tape, the temperature elevation rate 
should be sharply decreased to avoid abrupt firing, after which the temperature should again be raised at a rate that 
takes into account productivity, sinterablllty. etc This allows the incineration of the organic matter in the green tape to 
be accomplished smoothly and more completely. 

Returning to Figure 3 (306): The back panel constructed in the steps as shown in Figure 1 is superposed at a 
specific position on a front panel on which a cathode has been formed (307). thereby assembling a pair a glass sub- 
strates (309) in which a phosphor layer (308) to generate green, blue or red color Is deposited on the inner surface of 
35 the image cells. 

(310) : The edges of the assembly in which a pair of glass substrates are an-anged opposite to each other are 
sealed using a low melting point glass composition, for example, and fired at a low temperature. 

(311) : A discharge gas is charged into the cell that was sealed airtight creating a gas discharge section. 

A PDP apparatus-cell can be manufactured by following the above. 

In the above-mentioned first method for forming a barrier-rib for a PDP apparatus (see Figures 1 & 3), a sanctolasting 
resist is applied to the uppemnosl portion of a laminate of a green tape, but Instead of using this resist, a sandblasting 
resist (204) is used that contains a photopolymer, monomer, and a photopolymerization initiator, and contains a rela- 
tively large amount of resin component which provides resistance to sandblasting but it also contains a high amount 
of glass and/or ceramic particles which will sinter during firing. Therefore, this resist does not have to be stripped (see 
Figure 2). Depending on the color requirement at the top layer of the resultant bamer-rib structure, this insulator layer 
may or may not contain refractory pigment such as the black pigment. The other steps are the same as In the above- 
mentioned barrier-rib formation method. Because there is no need to strip off the sandblasting mask pattern, the current 
method is simpler than the method of Figure 1 so process and mass production efficiency are enhanced. ' 

With the method of the present invention for forming a barrier-rib for a PDP apparatus, the use of the green tape 
which originates in the insulator composition of the present invention, not only results in thickness uniformity of the 
barrier-rib, but also simplifies the process and shortens the work time, and particularly Improves the efficiency and 
process management of the sandblasting step. Therefore, the use of the Insulator composition or green tape of the 
present invention, or of the barrier-rib formation method of the present invention, makes it possible to increase through- 
out in mass production and further increasing the size of the PDP apparatus at fine pitch. 

Up to this point the description has focused solely on the fomiation of the plasma display apparatus barrier-rib of 
the present invention, but the makeup of the insulator composition.can be varied and also used In the formatton of an 
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overcoat Jor the insulator layer of a plasma display apparatus. 
EXAMPLES 

The present invention will be described in further detail by giving practical examples. The scope of the present 
invention, however, is not limited in any way by these practical examples. 

Examples 1-3 

1^ PRFPARATIONI OF INSm ATOR COM POSITION 

insulator compositions were prepared by ball milling the fine inorganic powders and binders, in a volatile organic 

to have a specific density ot 1 .1 . 
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Weight % 


Volume % 


Inorganic phase 
Organic phase (vehicle) 


55% typical; 
45-65% practical 
45% typical; 
55-35% practical 


23% typical; 
17-31% practical 
77% typical; 
83-69% practical 



Since the tape is usually coated from slip (see examples), the recipe for the slip must include «f^^^^^^ 
are usually stable once coated. 
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Component 


Ex. 1 


Ex. 2 


Ex.3 


glass frit 

(vol % glass frit in tape) 
alumina 

(vol % alumina in tape) 
polyacrylate 
dibutyl phthalate 

acetone/ethyl acetate mixed solvent 


33 wt % 
56 vol % 
21 wt% 
44 vol % 
11 wt% 
11 wl% 
24wt% 


30 wt% 
50 vol % 
24 wt % 
50 vol % 
11 wt% 
11 wt% 
24 wt % 


24.3 Wt % 
39 vol % 
29.7 wt % 
61 vol % 
11 wt% 
11 wt% 
24 wt % 



The glass frit in the above table had the following compositions in weight %. 



ZnO 


8.0% 


SiOg 


15.0% 


PbOg 


65.0% 


B2O3 


12.0% 



The fine 



inorganic powders having the following specific surface areas were used as the inorganic micropowde.^. 



glass frit 


3.5 m^/g 


alumina 


1.2m2/g 



PREPARATION OF GREEN TAPE 

An insulator composition prepared as setforth in section1)abovewas coated overapolyester^ 
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Of 3 mil that had undergone a silicon treatment (trade name: Mylar, niade by E. I. du Pont de Nemours and Co.) such 
that the thickness of the composition when wet was approximately 15 mil. and this product was then dried at room 
temperature to evaporate 80 to 90 wt % of the organic solvent, which yielded a green tape with a thickness of 120 ^m. 

5 FORMATION OF BARRIER-RIB 

Using the green tape prepared above and the method described in Figure 1 or 2, specifically a 380°C to 470X 
heat treatment, about 80 weight % of the remaining organic phase (i.e. polymer binders and plasticizers) were removed 
and a barrier rib was formed on a glass substrate after sand blasting. 
10 The above green tape laminate was subjected to a pencil scratch test according to JIS K 5400-1 979 (JIS general 

paint testing method), and the results together with the dimensions of the sandblasted barrier-rib before and after firing 
are given below. 



TABLE 2 





Ex. 1 


Ex. 2 


Ex. 3 


Pencil scratch test 


9H 


9H 


9H 


Barrier-rib dimension before firing 








Height (^m) 


220 


230 


220 


Width (^im) 


100 


100 


100 


Barrier-rib dimension after firing 








Height (^im) 


130 


165 


185 


Width (urn) 


85 


80 


83 


Barrier-rib dimension variance (stand, dev.) (^m) 


12 


7 


5 



In the table, the values for the barrier-rib dimension are averages of values obtained by selecting and measuring 
20 points at random in the barrier-rib formed by the first and second methods. 

3^ EXAMPLES 4-6 

1) PREPARATION OF INSULATOR COMPOSITION 

Insulator compositions were prepared by ball milling the fine Inorganic powders and binders In a volatile organk; 
35 solvent with the compositions shown In the following table. 



TABLE 3 



Components 


Example 4 


Example 5 


Example 6 


a-1) glass frit 1 


4wt% 


6 wt% 


8 wt% 


a-2) glass frit II 


30 wt % 


28 wt % 


26 wt % 


a-3) alumina 


20 wt % 


20 wt % 


20 wt % 


b-1 ) polyacrylate 


8 wl% 


8 wt% 


8 wt% 


b-2) dibuty phthalate and butyl benzyl phthalate 


10 wt% 


10 wt % 


10 wt% 


c-1) methyl ethyl ketone/ethyl acetate 


28 wt % 


28 wt % 


28 wt % 



The glass frit I in the above table and Examples 7. 8 and 9 had the following weight percent compositions. 



PbFg 


5.0% 


SiOg 


1.0% 


PbO 


83.0% 


B2O3 


11.0% 



The glass frit II in the above table and Examples 7, 8 and 9 had the following weight percent compositions. 

ZnO I 8.0% I 
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(continued) 





15.0% 


PbO 


65.0% 




12.0% 
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o) PRPPARATION OF GREEN TAPE 

01 3 mil. lha. ted undergone a silicon iroalmenl (Wde n,me_ Wat i^da by ^'^'^^^^ ,„ 

and length. 

trnRMATinN OF BARRIER-RIB 

...^?re^«^rrr;arn^^^^ 

was formed on a glass substrate after sand blasting. 

TABLE 4 
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Components 


Example 4 


Example 5 


Example 6 


Pencil scratch test 


9H 


9H 


9H 


Barrier-rib dimension before firing 
Height {\im) 
Width (^m) 


215 
100 


215 
100 


215 
100 


Barrier-rib dimension after firing 

Height (^lm) 

Width (^m) 
Barrier-rib dimension variance (|im) 


168 
90 
12 


172 
90 
7 


177 
92 
5 
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in the table, the values for the barrier-rib dimension are avenges of values obtained by selecting and measuring 
20 points at random in the barrier-rib formed by the first and second methods. 

EXAMPLES 7-9 

1) PRFPARATIQN OF INSULATOR CO MPOSITION 

Pigmented insulator compositions wereprepared by ballmillingthefineinorganic powders and binders^^ 
organic solvent with the compositions shown in the following table. 

TABLE 5 



Components 



a-1) glass frit I 
a-2) glass frit II 
a-3) alumina 

a-4) cobalt chromium iron oxide 
b-1) polyacrylate 

b-2) dibutyl phthalate and butyl benzyl phthalate 
c-1) methyl ethyl ketone/ethyl acetate mixture 



Example 7 


Example 8 


Example 9 


4 wt% 


4 wt% 


4wt% 


30 wt% 


28 wt % 


26wt% 


6 wt% 


12 wt% 


14wt% 


14wt% 


12 wt% 


10wt% 


8wt% 


8 wt% 


8wt% 


10 wt% 


10 wt% 


10 wt% 


28 wt % 


28 wt % 


28 wt % 
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2) PREPARATION OF GREEN TAPE 

An insulator composition prepared as set forth in section 1 ) above was coated over a polyester film with a thickness 
of 3 mils that had undergone a silicon treatment (trade name: Mylar, made by E,L du Pont de Nemours and Company) 
such that the thickness of the composition when wet was 5.5. mils, and this product was then dried at 85*C to 90**C 
for 10 to 20 minutes to evaporate 95-99.5 wt % of the volatile organic solvents, which yielded a green tape thickness 
of 40 microns. A plain polyester film with a thickness of 1 mil (trade name Mylar, made by E.I. du Pont de Nemours 
and Company) was laminated to the coated green tape before its being wound up for slitting to any desirable width 
and length. 

3) FORMATION OF BARRIER-RIB 



Using the pigmented (black) green tape prepared above, and the green tape prepared in Example 4 (white) a 
barner-nb was formed on a glass substrate according to the first and second barrier-rib formation methods for a PDP 
IS apparatus described in Figures 1 and 2. 

The pigmented green tape has enhanced color contrast and prevented the reflection of external light for individual 
color cells. 
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1 . A coatable insulator composition for use in the formation of a green tape used in the formation of a barrier-rib for 
a plasma display apparatus, comprising 

a) an inorganic fine powder composed of 30 to 60 vol% non-crystalline glass whose softening point is at least 
50»C lower than the firing temperature, and 20 to 70 vol% refractory oxide, and 0-50 vol% refractory pigment, 

b) a binder composed of 40 to 60 vol% polymer substance and 40 to 60 vol% plastteizer, and 

c) a volatile organic solvent, wherein the inorganic fine powder (a) is dispersed In a solution obtained by 
dissolving the binder (b) in the volatile organic solvent (c), 

2. A green tape used in the formation of a barrier-rib for a plasma display apparatus, comprising the insulator com- 
position of Claim 1 coated over a flexible substrate. In which the volatile organic solvent is removed by heating. 

3. A method for fonming a plasma display barrier-rib. comprising a method for manufacturing a plasma display ap- 
paratus whose edges are sealed with a sealing material and which is equipped with [i] a pair of substrates which 
are positioned facing each other a specific distance apart, wherein a plurality of electrodes that make up a discharge 
light emitting display are provided to the surface of at least one of the substrates, and [il] a barrier-rib that divides 
said discharge light emitting display, comprising 

a) at least one layer of the green tape devoid the flexible substrate of Claim 2 laminated over the surface of 
an assembly on which an electrode pattern layer of a conductor composition has been formed on a glass 
substrate, and is heated within the range of SOO^'C to 400'C to form an insulator layer in which some of the 
organic matter in the layer has been removed. 

b) a non-ceramic photoresist layer for use in sandblasting is formed on the insulator layer obtained in step a) 
and a resist pattern corresponding to the barrier-rib is fomied in the region that will not be etched by sand- 
blasting. 

c) a barrier-rib structure component is formed by sandblasting away the insulator layer In the region with no 
resist pattern formed in step b), and 

d) the formed barrier-rib by the insulator layer patterned in step c) is fired after the resist layer has been stripped 



^ off 



A method for forming a plasma display barrier-rib, comprising a method for manufacturing a plasma display ap- 
paratus whose edges are sealed with a sealing material and which is equipped with [i] a pair of substrates which 
are positioned facing each other a specific distance apart, wherein a plurality of electrodes that make up a discharge 
light emitting display are provided to the surface of at least one of the substrates, and [ii] a barrier-rib that divides 
said discharge light emitting display, comprising 

a) the green tape of Claim 2 is laminated over the surface of an assembly on which an electrode pattem layer 
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7. 
8. 
9. 

10 



Ta structure is ferried by sandblasting away the insulator layer in the region wW, no sandblasting 

maslc pattern fonmed in step b), and . . . > , 

d) the barrier-rib formed by the insulator layer patterned in step c) is fired. 

The method of Claim 4 wherein the ceramic containing photoresist paste layer is a ceramic containing photoresist 
tape layer. 

point of the second glass is at least 50»C lower than the tiring temperature. 

The coatable insulator composition ol Claim 6 wherein the first glass is at least two or more glasses. 
The coatable insulator composition ol Claim 6 wherein the second glass is at least two or more glasses. 

heating. 

said discharge light emitting display, comprising 

crSi,..rib structure c»,ponenl Is lom»d 6, ,sn*last«9 away ths Insuiao, te,., m «» resiloo with no 
St:S"b:y~o,^,.p.t.en»d»,.^ 



11. 



12. 



green tape. 



13. 



14. 



A green tape composed of at least two layers of the insulator composition ol Claim 1 which comprises a bottom 
TayeTs) onnsulator composftion which is different from the top layer of insulator composition of Claim 1 . 
Agreen tape composed of at least two layers ol the insulator compositions Of Claim6or7or 8. Wherein th^ 
layer insulator composition is different from the top layer of insulator composition. 

said discharge light emitting display, comprising 
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a) at least one layer of the green tape of Claim 9 is laminated over the surface of an assembly on which an 
electrode pattern layer of a conductor compositbn has been formed on a glass substrate, and is heated be- 
tween 350»C to 470- to fomi an insulator layer in which all of the organic matter in the layer'has been removed 
and some of the first glasses and optionally the second glasses are softened. 

b) a ceramic containing photoresist paste layer Is formed on the insulator layer of step a), and a mask pattern 
for use in sandblasting and con-espondlng to the barrier-rib is formed in the region that will not be etched by 
sandblasting, 

c) a barrier-rib structure is formed by sandblasting away the insulator layer in the region with no sandblasting 
mask pattern formed In step b), and 

d) the barrier-rib fomned by the Insulator layer patterned In step c) is fired. 

1 5. The method of Claim 1 4 wherein the ceramic containing photoresist paste layer is a ceramic containing photoresist 
tape layer. 
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